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FOREWORD 


“This book: “The Art of HAND SEWING LEATHER 
the culmination of over 30 years of knowledge 
‘and practical experience in Hand Sewing. 
resented to perpetuate the fading art of hand sewing 
+ in this age of mass production by macnine, 
Though slower, hand sewing ts superior to machine 
sewing. Its the best method of stitching two or more, 
Dleces of leather together for fasting years of wear 
find seeview. 


No pattems, for specific projects, are presented 35 
space does riot permit. The instructions in this book 
are to enable you to sew any project you may wish to 
make of renair. The various techniques Included in 
these pages ere given to ossist you with any sewing 
endeavor 


Botore machines, evorything requiring stitching was 
sawn by hand. Most of the old:time boot and shoe. 
‘makers used hog bristles (in place of hamess ncedies) 
and a curved avi for sewing in ifficult places There 
are stil a few. today, who sew in this manner, Mach 


hhand sewing is stil being Gone where better construc. 
ton and quality Wwathergsade seo desired. In. the 
‘every stitch in all 


Stoblman’s saddlery shop 


faddien and all leather projects is completely sewn 
‘by hand, No machines are used 


‘There are many things that ean be sewn oniy by 
hand. Much of the rapair work demands hand sewing, 
3 it may be imposstle to resew ona machine 
‘though it wat originally done 20. An article is wivally 
constructed in step-by-step stages. Therefore, whan 
fan ‘inside seam (for example) ripe loose, If Usually 
Impossible to put on a machine again, without taking 
{all apart. [t ean, Kownver, ba re-sewn by hand, 


There are thousands of different sewing machines, 
designed for multiple or specific uses, The most 
common of the machine stitches ie called the "tock" 
stitch, This is made with a top thread and a bottom 
thread which it ina small pool called the 
“'obbini". The lock stitch is formed by the too. 
thread gaing around the bobbin spo9}, piching up the 
bottom thread, to form a toon. When properly 
lgjusted, the loop is pulled between the two thick 
enes of materials being sewn. The cutanay 
ilustrations below show the differences in the LOCK 
STITCH... and the HAND STITCH. 


VTSELF FOR SEVERAL Stireves. THREAD OX 
Bort epee oF MATERIAL to LSOMENED. 


ee et othe 


To the beginner. Hand Sewing will seem uncomfortable and slow, Disregard all attempts ot speed... 


learn to sew pro 


ys instructed. You will Find hand sawing is fur and easy. You will soon be fast and 


professional with your stitches. Speed will come by itself... with practice, 


TOOLS AND MATERIALS REQUIRED FOR HAND SEWING 


At 


LINEN 
a THREAD 
YanenD tBivess os NERSTITCH STITCHING ia ie 
MARWESS = Une WHEEL GROOVER. re en 
RLUNTED EOS FUR Eom ARNG © FOR CuRMNPLING & GROOVE — ERAL USE. DRE” 
Suel4 cc's stamsmo Sticumewoes —“WWarcees Ing sTYeMeS) — WAKED “THREAD, 
oun site mews: Geenacne Te wocenss  "?reaen p 


LACING Pony 


This is a substitute for the 
stitching hors shown at 


right. It is good for small 
hema, but not suitable for ; 

heavy work. It is placed on SADDLER'S 

a chair and sat upon... 10 STITCHING HORSE 


138 
auwaloasmluy are 

Brae nes sbi eas 

Pa pie ny Bei 

Complete runs | Seton, Maat QL STOULMAN 

pe sere ey a 

FOR BUILDING THE | between the legs, or in some other STITCHING 


At Sronemany | ‘torte sw. Example on page 31, This tool was designed for those who 

‘unable to obtain the regular stitching 

rst. This ia designed to use with & 

Guipmmeiee regular household chair. Build your own: 
plans on page 66, 


STITCHING PONY 


PREPARING THE THREAD 


Preparing the thread. propetly ... sof the utmost 


importance (or ease of sewing and lasting service 
Special attention should be given to tapering the ends 
and threading the needles. Carefully study the photos 
drawings, atid instructions on this and the following 
ages 


£ [BD race triad and tite on banc 


shown, about 2° {10M end of thread 
Rest heal of blsde on bench and tlt 
the blade angle toword the end of 
shvead (vee arrow), 


To determine correct length of thread, pull two lengths off 
spool .. , equal to your aims lengths (shown above). This 
Will be about 8! to 10) in total length, Do the: with each 
thread you prepare, Do not cut thread length to fit any 
, Make them all af about the same length 

‘wasted. Insuetione explain joining 


C2 sey sot rere te jrerepren ceaanees 


of cutting tend of thread, 


Fr PREPARING THE THREAD — Continued | 


hing the fers in [FE] Place the thread over 8 hook oF 
eaten see [5] amt rounded obect and rub 
to pli ee. the iy wi bees wane Wax ends 
: to fine points. Waxing 
Ienghens ts fe and 
ava vie sein. 


HOW TO THREAD THE NEEDLES 


Ps end of thread through 
Ponda hd to Fietee thread with needle Push thread up on need, 
point as thown, bik 


prevent 


ees Wn, 


® , 


hreats 
wit! 


Wax end to fuse” th 
frou iain together. Repeat operati 
3; Sea AT Pu thea ve other thread and needle 

endo! thread 


“c 
THREAD 1s READY FoR sE™ 


PREPARING THE LEATHER FOR SEWING 


Feesw si0e3 Toakra 


To begin... we will take two pieces of scrap 
learner of any size or thickness... 30 you 
‘can practice hand sewing, 4 02. to 6 ot 
leatner would be preferable a it will be 
‘easier to plerce with the awl. Gut leathars 
‘ny siza desired, 


Uso rubbar cement and adhore the two pieses 
together. Trim the edges of Bath pieces «30 
that the edges are flush. 


TOTAL THICKNESS OF LEATHERS. 


© To BE SEWN 


hanrel afeurd the edane CF the anther Gauge the (cetermining “How far" fom the edge w 
leathers on both sides, Kosp tool tight against leather ‘gouge stitching channel, a good rule-of-thurnts 


to follow, is to make’ the gouge about the 
‘edges to insure o uniform gouge along the edge. same distance frorn the edge as is the total 


thickness of the leathers to be sewn, (See 
above.) 


ovensrrn 


o™ © 


Moisten the gouged channels i 


Ciamp teathers in stitching horse close to channel, as shown 


‘damp sponge, and run the overstitch wheel ‘an inch or 50 from the comer. Note . .. we are not 
all around-the channe| . . . on the front ‘Starting in the corner... . because of instruction clariica: 
side only. This marks position ot aw! holes, tion (in later steps) on how to end stitching and begin 
10 insure even stitches. with knotted threads, etc 


Hold the awl in. hand as 
Shown above. End of 2 
Thandie should gress agonst 
neal of hand, H av le 
fees too long: eat off some 
of the end. 


When stabbing the ei holes always hold the awl 
2 the same ange (right angle 10 leather) <0 that 
itches "Wit ber uniftarm Practice Inats 
‘uniformity, 


Eemairere cree ese 
hemaraatgeieaerae 
Beeman eae 
in the leather... for easy removal. ad 


Do ot woe. uc nt fon 
Sooing ler The nanan 2 aga eRe a 
Ss mata ad aay 


‘The aw {on back side) shoul come out in the 


jged channel. It weil nok take 
used chanel Wt wil not ake much practice to 


The purpoee of the aw! is to pierce 
hole trough the leathers t0 allow 
fnirance of the needles, See the 
ustratiens at right for correct 
ange of aw blade. Stab frst hole 
{iar enor stitcing jaw, os shown, 


1 ho aul blade doos not penotrate the feather easly, It 
feobably needs sharpening, Sharpan by rubbing the four 

surfaces (indicated by arrows in cross section) 98 8P 
ail stone. Holi firmly against ciled stone; work back and 
‘orth, Sop on a rouge board to polish the surtaces: A 
sharp aol isa “must for easy sewing. 


‘Stab only one 
time,» Bo Not 
los have be scisng entra work 8 ng 
‘emer tnouy teed ain tn eee ah 
ie and pull knot (in thread) Soy 
fide uM ers The reads are naw east 


HOW TO HOLD THE NEEDLES AND THE AWL 


Now ... place aw jn sight hand as 


Pick up the needles and hold in the fingers as shown above. Pope re wh cine: Cowles 


the full Jenge? of the thread, on each side, drop dawn. eee on te Keep needle 


DO NOT... WHILE SEWING ... LAY DOWN THE NEEDLES... .OR THE AWL! At firs, it will be 
uncomfortable; fect awkward. The temptation (s to lay down the aw efter stabbing e hole. Keep it in your 
hand! Stick with the following instructions and it won't be tea long before you will be hand sewing 
properly. easily and comfortably, 


KEEP NEEDLES BETWEEN FINGERS 


‘After stabbing second hole, transfer 
reedie (left hand) to thumb and 
forefinger as shown at lett. 


i “Finced ge 
Coe tt Posn 


mS'Sewi 8 


Transfer needle (right hand) 9 


Turn hand and sab second hole with awl a= 


rte 
Takei eeneciees | Bae 
Bee Ae BERS MSS ABDN ear 

Peper ine eee ipulate needle and/or awl by itself without the aid of 


the other hand. 


SEWING THE LEATHER 


Push needle A" through second hale from 
buck side, es shown. ALWAYS PUSH 
BACK-SIDE NEEDLE THROUGH HOLE 
FIRST! 


Place righ hand needle “8” .,, under neadie 
"A", casahown above, 


Wy <-. pull right hand, holding both noedies, 
Until needle “A® comes through the hole. Pull 
‘several inches of thread through the hole, 


Move right haod yp 
grasp necdic "A 
remain under needle "A 


CONTINUE WITH THE SEWING 


“Turn right hand over and insert, needle 
hole, next to thread of needle “A”... that i 
coming through. Grasp the thread on back side 
with lott hond, ALWAYS PUSH RIGHT HAND 
NEEOLE THROUGH HOLE ON SAME SIDE 
OF THREAD! 


‘After right hand pushes neadie_almost 
thrvah on drop thread wth eh hand 
‘ond grasp needle “6 at shovin, Right hand 
‘cantinues to hold neecte “A” in fingers. 


‘As you push needle “8 through hole «sim: 
taneously pull threw with Toft hardl This 
‘nairas. thot the point of the naedle will not 
Penetrate the strands of the thveed, Hf needle 
‘goes through any thread tran, twill have 0 
be rerroved ... oF a proper stiten cannot De 
‘comipleted, (Sue page 20 Tor pierced threads.) 


How continue pulling neadle "8" through, and 
pull several ings of thread through the ole. 


" 


CONTINUE WITH THE SEWING 


AFTER A LITTLE PRACTICE MANIPULATING 
Miepues AND AWL, WITH EACH MAND. 
treuice Become EASY TO DO 


ee STL 


am HEMI 
iii 


Transfer needle back between fingers. Wrap ‘Simultaneously, transfer right hand needle 
3rd and 4th fingers around thread (large Beck between fingers. Wrap: tie e 
arrow), pull slack out of thread as around thread (large arrow) ... pull op 
shown above. slack, as shown, 


FRONT VIEW..... SHOWING 
HOW THREADS SHOULD 
LOOK WITH THE ARMS: 
EXTENDED. 


Now... pull arms 
Fh “pult {2ke up the slack in the thread. This will woke UP 


length, Pull ac 
to 5 or easier sew ms generally stra ject, a8 
‘OUgh the Noles ‘wo and bas es wear and trction on the areos beg pull 


CONTINUE WITH THE SEWING 


‘After pulling threads (as in step 16) move 
hhands back to project. Let threads drop out 
from under litle fingers Re-grip threads 
clove 10 leather, a8 shown, Grasp the sane 
threads you had been previously pulling. 


Pull on threads .. at the sme time turning hands out 
ward, Extend the ite fingers thatthe tread comes in 
front of them, Threads (under thumbs) should go over 
topot inden and second fingers. 


croneawe gies ney we woes 


With hands in position ... (step 18)... fold little fingers over thread as showy 


Mlustration above. Hold tightly, This locks threads in fingers. Pull will be against 
‘bottom of little fingers and nor on the eyes of the ne: dies 


CONTINUE WITH THE SEWING 


owe 


ate rat "et 
Agim Wee we pai nares 


CONTINUE WITH THE SEWING 


3 
Fe 
i 


His 
z 55 
cee 


wacKstiren 
7 
ast woes. 


To complete the stitching ... backstitch two holes 


east’ Nove), Eniorge the backstitch holes with the 
Int me. rious fet Erde oun the tiveads ait Wide wen 
and pull the a . 

stitch, 


Toke project out of stitching horse. Cut threads Lay on bench and “tap” over all stitching with 
in stitching channel, on both sides, Use a sharp a smooth-faced hammer. 
knife, Sewing ts completed, 


Ths he alton of ae seh 
‘inrogular stitches, ESR ay say 


CONTINUE SEWING -.. RUNNING OUT OF THREAD 


you are sewing and use up a ful 
{read (with only a few inches lett 
ot reached the starting hole 
stitch tight and tie t 

the ade, as chown above, Any 


Cut needles off threads. Prepare a new thresd (page 
5) insert aw... one hole back trom last stitch 
Pull thread to center, 
starting 9 new thread, i is 
us eadle through from front 
side. Beginning one Hole back ... “locks” the last 
hole-threads in place, 


O@ ws 


‘Continue sewing to starting hole, as previously Gut of the threads as described in step 30, Do not 
Gescribed. Keep sewing area above jas. Back: ‘Cut into the stitched threads, With sewing com 
‘stitch two holes... asin step 23. ‘pleted, follow through steps 31-3233, 


TYING THE THREAD ENDS TOGETHER 


7 


Tyneap 
Peat) 


loath Since the thread is waxed... the weavers kno: wip 
Now fom eo 30... you hw a enatho nat hold. Begin by tying a simple overhand knot it 
Sdsont sowing, te nde wl hve tbe ted Shown above (A), Leave about 12" of end 


Take one extra twist (C) around the 
thread... .as shown above. 


WDex = 
FINGERS 
y 


Next... form a loose "square" knot 
‘wih the ends (8) as shown above, 


e:2) 
{grat rm, 


2 thon above PU ara gO SHC ide, 
the fingers” P04 UD sponte wh 


around index fingers. #8 
shown, and down ae tight #8 005 
sbi Cit thread meas el ea 


BEGINNING WITH A KNOTTED THREAD 


To start new project with » knotted thread - ‘Take needle "A" over top edge of project 


Stn hole and pul tvesa through trom uctsice 
Puling knot upon a anter ‘Shires ute Se Se cmeMror 


Adjust threads so that knot Continue vowing. Move project so you ate always 
comes on top. edge, Pull szuing owen "yu run at of tend are 
thread tight. ‘completing project, tie threads as yn sten 34. Make 


few thread and continue sewing asin step 35, 


Now backsttch two holes... , same a step 
20g off the thats Se rei ae 
en 


iG THE THREAD 


TROUBLE SHOOTING — PIERCIN 


Ico thread. To correct the situation, saerate tapered and 
Ths moat poo! sear wil sommes pare Peper lusty meee wpe 
sich, wl rsemble te eth ove. " “st 
Nade"ehecpercedienvol medeTAe--vaucannat of ted, Remove ha 


continue sewing, 


Q 


weepue “a> 


Full thread "8" out of pierced thread, as shown, Réwox 
pierced thread »  . and end of thread trom neadha "3", Put 


Pull thread . from needle "BM . 
reedie back on thread, as shown on page 6 


back out af Foie, 


PRET cy 
en “4 now 
Use soe cer ne Spear a above" Conn 


4) 


S TROUBLE SHOOTING — BROKEN THREAD 


Baocen 


Gut off the unbroken thread about the same 
Bie coed wl a ‘stance from the leather, os the broken thread, 


toreake when pulling a stitch 


Wadoeting Too 


‘With the stylus end of your modeling too), pull she 
Joose ends of the threads aut of the holes... until 
‘you have about 3” of loose ends on each sid 


1 you have followed the instructions... by now On oceasion . , - the thread will break at the 
the outside of your litte fingers will be sore needle eva. It is difficult to taper the end of 3 
from pulling on the thresds, Continued sewing fvosed thread. Pull the fibers apart with fingers 
will build up callouses, However, you can use and scrape as much beeswax off as possible, 


tips, bandaids, or mace 3 leather finger stall, Follow steps 129-4 on pages § and 5. Re-wox, 
irad, {0 aid thie problem, put back on needle, 


SEWING A MITER JOINT 


sats nnoaal RE She ves ay 
we cronmene nario, we 
te aebahrerscr 


dof sewingis used t0 #0 


ote ud 9h 
130 ert 


angles. 


anew 


wo will make a single miter Joint using two pi 
ut 2" wide and 4” long... oF any len, 
rave avaiable. 


over sriren 


7) «= Bran 
a AT Eber 


Begin with averstitch wheel, as shown, one space from 


sn Patcige Lay ends sw be (omeG’- 7 topettar oe 
Sok, Siena both ends exactly the same if wie! macs 

@ reat aici Regehr 
eget the art 'swo three farts to equal the 


Cut the leather pieces, Gouge a sewing channel spacing, Last mark should not be right-on-th 
slong the eedge of each ‘a 10 be joined. 

Page 7, step "C", sow correct 

for channel 


deo. 


Gp 


Me 


comer peveven epdes 


® 


Apply all-purpove cement (strong bondira) 
to both beveled edges, Allow to "set" 2m 
‘minutes to insure adhesion. 


Turn leathers flesh side up and bevel the en 7 

‘with th Franch ody too, Dore Wea ae ne 

channels, a5 chown, Place leathers on ‘} Snooth, firr ae 
Wry £0 hold edger ot « 485 ang a 


SEWING A MITER JOINT— Continued 


OTHER roms, 
uo Aims tO 
Sewne ane 
BROWN on 
pages 27-20 
"30-36 


Tone Sis 


Stand pieces on edge, on bench, and 
‘adhere ‘the beveled edges. Press ‘them, 
Tirmly together 


Fit 2 Hock of wood isige the miter join... and dam 
Be prefect inthe wtchlog hora, ay above, The Back of 
wood wil isue's square corm, and on Oe sang 


! 


i Sew to end... and backstitch two holes. Cut 
® off threads 


‘Stub first hole, upwards, at a 45° angle. The aw! blade 
should come out In the cpposite charee) «at te whee! 
mark. You may have to hack the awl off a Tow times 
Until you get the correct angle. With a little practice you 
will got the “feel” ,, . and wil exit in the opposite wnee! 
mark with regularity. 


Push one needle through the hole and pull thread to 
center Sewing procedures are the sure as steps | through 
3B (pages 9 trvough 10). Always push the needle throu 
the hele from the teft hand first. The only difference 
eres you are sewing at an angie . rather than stright 


While leather is still clamped in faws, tap 
stitches with hammer. 


JOINT — Continued 


wo srrreune, SHOULD 
\Suaw on mISIOE 


Mol 
cloth or bone folder, Aun 
fversttch whee! back over 
itches. Photo above shows completed miter joint, 


STARTING WITH A KNOTTED THREAD 


© 


When pesnninawith wkncred py 

thread aan de rot dow 

owe adda mens mm Southam llc a Now get 

mating ena at sincns FER amen 9" M8 sch ght This locks en — 
pore 


MAKING LEATHER BOXES WITH 


MITERED JOINTS 


Two TYPES OF ADJUSTABLE, 
“Wr eouces. 


EDGE AUD BURNISH ALL 
‘OUTSIDE epses 
serene, 
aSsEMeLt 


Foun 
Satances 


leaner. 


‘A simple leather box can be made 2s shown above. Leather thi 
from 6 oz. to 12.02. ... dopending on tho site of the bo», 


‘etc, Use a carpenter's square 10 lay out dimensions. Make “V"" gouges for 
folds. Study sketch ahove before beginning. 


EVEL me CORNER, 
eas hr 
beet 


Adhere corners. Small boas can be placed in sitching 
ge dewing channels on grin side Mark with oer- Mote, uing block of weod ss stown above. Sw the 
Se ee a eae pave corres ope MMEred corne’s «then finish then a preveuly 
‘Sewm) at 45° ande ..- see page 22 Moisten the folds, instructed (nages 23-24). 

{eid and tap. with hammer to insure square TSS 

Asply sue to beveled eds 


a 


vin the same To pings the [id _ propa a piece of fight weight 
A id an be made for the box In ee lather with «svving channel on exch exe, Burish he 
imenner. Bea imi aide edge of the ©0085. GIUC ONE ORE I. ad eax so abo. 
ioe 


MAKING LEATHER BOXE! 


eT wm we 


‘After sewing hinge to tid. - fit id on bo» and 
fue other euge of Hinge to bon. To sew. sot 
Box on bench, oF table, ax shown above, Open 
Tid far enougy (0 get lft hand easily inside: The 
left Nand will nave to feel the point of the ew 
bade... and follow the awl beck out of the 
hale, with the left hand needle, See page 51 on 
how to hold the needie «to beable to follow 
‘the awl blade back out of tretal 


Another method of making 2 Vater boris 
“Aleta 
involved with this type OF bon eae Much 


‘made of Incbvidual parts 
{or sewing, and beveled tor 


Se yg, 
EME. 


EXPLODED VIEW OF Box 


Uniizing salir piecey Of teatneg® OME HC has the advantage 


S — Continued 


Photo above shows 2 completed box with addition of 
tatthesand handle, You'll note the catches are fastened 
to feather “blocks” , .. en sewed to box. This is to 
mmeke them operational with the top part of the catch, 
‘on the lic. The ‘ound handle has been added. How to, 
make rounds i shown on page £6, 


‘Small cases can be sewn very easily 
‘by making a block of wood te 
site size as the inside of the case, 
‘The case is fitted around the wood 
and clamped in the stitching 
horse. After al sewing, finish jolt 
a previously described. Remove 
the biock. 


work is 
of 


WR, ois 
priate Ale 
sinar ence ae 


USING WOODEN FORMS. 


WOODEN FORMS ... where posible, 
are a definite aid tor making certain 
projects, they are expecially helpful while 
hand sewing, as the project can be sewn 
while on the wooden form. The form iz 
then removed. 


When making the forms for a specific 
item .. . check all measurements care 
fully. The form should be made slightly 
larger than the item —. -so it (the item) 
can be inserted and removed easily, after 
the project is cxmpleted, 


When carving or stamping designs are 
Used «these should be stamped on the 
leather before fitting to the form and 
sewing. Also install any snaps, catches, 
rings, ete., 10 the leather before assembly. 


A tew examples of simple wooden forms 
fare stiown on this page. With the wooden 
form... the leather can easly be fitted 
and trimmed for 9 perfect fit on any 
piven project, BIMOCULAR case 


This farm was made from three pisces of standard hoare (%"" 
thick) glued tegether, and shaped with a wood rasp. Heavy leather 
\was alsa used on the frent for additional builds 


FILM CARTRIDGE CASE CAMERN case. 
This simple form was made to fit the 126 “This form was made {rom careful measvrements of the camera. 


7 Gut out, at side, was for camera Wigger. A leether plug was 

Kodacolor Film Cartridge. A strip of eather Out, at 0 her pls wae 

(wo sides is all that is required. Miter tied here {inside case) 20 rigger eoule not be tripped. Install 
Muecmee e e snags and strap dees before assembly. 


EVER SEW ALERT UR MONET DFR A ¥ COCtd OEM WHEN 


CUT re Seine tn Cee corse or mcueer” 


HAND SHOE TACKS - 
“TACKS have a definite piece 


AS SEWING AIDS 


Iinhand sewing. They are expecially 
Mri ed. as the leather con be tacked to the 


HAND SHOE TACKS hve 
| | Seer hese 


au guy of weft 
foun, and 2 gaan of heise shown 


tacks whould be available 


ao outlets 


ACTUAL SIZE 


Prepare leather for swing at ore 
Mlovay deste. Fi ove” woud 
orm” an tach on place Pie 
{act in overstich eet marke 
$Fapinta wood wih ach amen 


in this book. Hand show 
Prost show findings stores and saddlery spply 


Begia.sewiog 35 previous 
plained. Sew t0 hole 


tucks. Remave tacks with pliers 
Continue sewing to. next tack, 


Pull stitch tight. Stab once move 
through corner hole on front side; 
pull threads a8 shown. Two oF three 
itches Tike this may be necessary 
to get back thread argund the corre 
continue sewing. 


THE CURVED NEEDLES AND CURVED AWL 


‘The purpose of curved needles and the curved aed i for sewing in 
‘places that might otherwise be difficult, oF lmoossble, with the 
Straight aw ond needies. Some examples art roend tuber for 
Collucsibie fishing rods, telescope cases, thermot bottle certiers, 
‘dice cups, exe. With hand sewing fast becoming a lost practice | 
curved needles and awis may be diftioult to fine i the regular 
supply houses, It thit i the case... yOu can make your Own, 
Follow the instructions below. 


Place one of your regular harness Stick end of neste in beneh, of secured 
‘eedies in piers as shown shove tear an 


enc 
* 


Ls 


fe] es ct 


Move flame bck and forth under needle. 
sat the same time applying more pressure 


Sire match or use cipmatte ihr, Held fae pee ib ae Ung spn nue 
needle. Hottest part of fire is near tip of flame. Push ‘3 ‘Needle 
‘need tightly against bench and begin anoying pressure begin 20 Corve at heats ups 


me. We cole 
{ters jeune tmoregnated in clot or ater, Cure 


HOW TO SEW WITH THE CURVED NEEDLES AND AWL 


rT 


® ® 


_——) 


culver weenie) 


Gat 2 piece of 8/9 ox. leather about 4” 
wide and a little longer than is required to 
wrap around the jar. 


Fald tity round or Trim on mart... tol wound) Gouge totim chanel rom end to end 
Saiatimestaces [igh Tear ens Serene do notes boon st 


Srould be. trimmed, 
Eoges butt together, 


Mos ovensriren 


‘pel. See page 7 for gouging distance 
from edges. 


ch S08 


atic dass 
ae Petree ne me Sefer ros eee 
a miter joint, 10 “set” to insure adhesion, 


SEWING WITH CURVED NEEDLES — Continued 


a 


a8 UATHER BETWEEN KNEE 


Kaname. oO 

Batt cas tats Wry wi) sina ingot wil vo ne ig het ea by 

and bottom edges are even. holding between your knees, Get comfortable in a chair. Have 
Mencle ewt'ete, Yeaey tose, Most often, one tt more comfort 


able with Feet elevated, 


ron AD 
ooo waNDS 
As PREvioUsY 
WorRucTeD. 


| SS 


4 


“<j ‘as you apply pressure to the mw, a slight wriggling. oF 


wa cena oS 
Sire ce 
(0) afl sais orcas tool bk 


hr Pond ower and ry aga Ta poxnt warts 
api ‘ront of channel, back off a little, and raise 


seine bo fo et in 
=, Lay knees and; try again. Some practice will be required before 
Ht nol Since the aed curved hey ain cl be ae 
seen eae srt te hole at 0 PoP Yeu et ond en We oon whe! 
Peele Use tne ttt ana an tur (row? 

to push against the leather. 


SEWING WITH CURVED NEEDLES — Continued 


‘Rush neeete porowg Fett noi anc put Sat) rcord hom. you bole the reedits are el 
(ied Ta cet at orev ivety ent Nord shiney et WAIN ll provious sewing. Baling coreed, the 
ot recles wl Wal bit awkwsrd. But Bees én (his DrHERHE, 


Aut right ard vowue “8 thraugh sure hole: mays out 
fants Stem sare tide of itead wih ome aI THe 
Sais enionm ‘epaoron wears. 


Pal Ses yt tht 
sane at mem 21. page 44 


SEWING IN THE BOTTOM 


"ne Sean 35 tha} a we we 


1 beveled ace @! bettors Once wed tava 
Sraet es 


i 
a 
| 
; 
i 
i 
i 


bowen 


SEWING IN THE BOTTOM — Continued 


Pull thread up tight. Project should ‘Stab next hole... in seam ..and ome out 
now look as illustrated above, in bottom channel as shown, 


Put needies through holes in usual man- Pull stitch tigit. Stab next hole as shown. Awl should 
ner... pull up slack. alvays come cut i bottom channel. 


aneare 
ear 


Sew compnely sound bottom -, to the starting 
|. Backstiich two holes; cut off 
circumference is smaller, Bitches with hammer. Edge and burnish the rater 
joint... same as step 10, page 24, 


‘Dunk the project in water -.. and use a bone 
folder on side seams and rub arees where nce. 
des and awl have marked the leather. Allow to 
dey. Run overstitch wheel over stitches, remove 


irene 
<= 
= 
rt | 
I ai ag 


WOODEN DOWELS 


Most helpful . . . for making round cases for cylindrical objects 
‘are wooden dowels. 1 is good to have a large range of sizes from 2° 
to 4” of larger. The leather can be tacked to these, eliminating the 
aluing. Other aids can be lengths of different sized water pipes. etc. 


DICE CUPS. 


Photoatove shows three dice cups of varying 
designs. After stamping. be sure to cheek fit 
‘gain before sewing. Dice cups have aa inner 
fing of leather sewn inside top. 


~~ STARTING WITH A KNOTTED THREAD | ——~————~~—— 


ull stitch ight. Go back though 
2nd hale, shis lacks knotted thread 
‘ends. Continue sewing... 24ete,, 


at ee 
ihe soviiewinsmmwened raemuiaued Bessemer lnm sas 
he tepmnawinatocrven — MN Eo et 


in 
instructions on page 19 for making push needles through 
‘this first stiteh, = the regular manner, 


“Thee ar many types of harness, sadder, and belt saps requiring 
tickles and eather loops (keepers), Mand sewing it more durable 
than machine sewing -- and often times the only way they can be 


© cer zencue sro. 
owsren sane 
FO ARN; FOND. 


a) 


: x 
Se 
= Bp 

| 


Inset loop between Heth. Aa in 

Iara tes tar a 

‘Trimmed camer faces tickle, Note how trimmed 
Tele tongue, Se 


@, 
oop all the way 
Tongue. 


‘TIP: Moistening the loop will aid in folding it into place. 


‘Sew 10 end of channel... pull tacks as you 
‘Backstitch one or two holes: cut off teads, 


SEWING THE STRAP AND LOOP 


‘the stitching horse jaws, 35 


‘shown above. 


SEWING THE STRAP AND LooP — Continued 
- & 


Sew up 0 foop, Thon stab next hole (inside This shows top view of step 7... at lett, Be 
loop) at sight ange, Aw blade should perce sure loop ends sil toueh, wher av pierces 
fogp leather and exit in channel on back sie. the leathers. 


TOP 
EDGE VIEW 


Poll stitches sight, Stab next hole... a 
dlighty more wigs «coming out i back Pass front needle inside loop a6 shown 
han. sere needles al stitch tight hove, Pull lack ut of thread 


Sane hole. angling bck trough 09, 
Sah rot hale sgn tack sh on, ‘Sew up to buckle. Pll he las tte ight 
Insert needles: pull stitch tight. a: iiilaai 


SEWING THE STRAP AND LOOP — Continued 


Backstitch one or two holes. Note: when 
bbackstitching here, stab holes below pre- nit 
ious stitches .. to be sure you do not cut 
threads with awi blade, 


Cut off the threads, and knot, with a sharp pointed 
Lay on edge of bencti and tap the stitches 
with 2 smooth hammer 


“LOOP. STICK). MADE OF HARDWOOD, 
HHETAL, OR FIRM LEATHER..1O WADTH 
AND THICKNESS OF THE STRAP, 


BLOCKIN( 
THE Loop: 


Moisten_ the Joop and. insert a. “loopsstick” as 
shown. Tap tha loop with hammer (top and sides) 


Turn strap over, and lay on, bench as ta shape (block) the oop. Remove; allow t0 dry 
shown, Edge bevel the ends of the fold. ‘before oling oF finish coating. 
‘Tap stitches with hammer. 


‘On narrow straps. sewing channel can taper Do not sew across straps... as shown above. 
{o's point, midway on strap, as shown above ‘Tis waokens the leather =» much a peto- 
This eliminates cutting threads and restarting rated stamp. taking away some of the 


with knot, Sewing is continuous. strength of the strap, 


REVERSED LOOP 


avenge ney ue 
oo a 


® 


‘Make two loops as previously described. Trim corners on 
hi tits aginst buckle tongue. Set Up lor sewing 
fs insiructed in stups J-K en pago 3. Second loop rests 


ext to first loop, grain side up, 


‘Sew yp 10 2nd loop, soreas leathers, 
fold 2nd loop up, on back side, and 
push down between leathers until 
fends meet, Angle avi through loop 
1b take next stitch. Take next stitch 
slightly more angle, Be sure ends 
{at loop are still in contact. 


SEWING A DOUBLE ( 
5 


EXTeND LENDTH OF 
rexo FOR BOOBLN LOOP: 


Pass back side needle through loop, 
Stab next he 

Stitch. Fold first loop into position | 
as intruced in step 6, page 37 


rie woe of 3180 
etn nd ra 
Migpoops round 00: 
fhe reversed Toop 


raketch at ea 
Sn ps and ole 


Tie knot in threads. 


angling as shown, Take 


SPECIAL NOTE: 


When staring with akrotted thread, 
sub first hole and iert needles 
from inside the leathers. Push nee. 
les outward, 38 shown, and pull 
‘knot down between the leathers, 
Continue sewing in the regular man 


Reversed ) LOOP 


" vhvough another 


we ‘exampl is shown 
fing: into buckle. One example is 


Sew to end of channel. Backstitch one or two holes, 
Gut off threads, turn project over in stitching horse. 


Continue sewing. as dnscribed 19 
steps 6 through 12 on pages 37:38. 
Block the loops, etc, as shown 
with singe loop. 


SEWING THE REVERSED SLIDE Loop a = 


This oop suse on billet sap for tele 
inetallation and removal. Gre esate ie 


‘shown in sketch at right... the flank eh \ 
f Ber nseensth, fees \! 
be ear 
a =) oS 


Trimendtarstownatove [3] 


Cut strap to desired width and lenath, (Moisten fold area and tap with haen- 
‘Make 2 longer skive, on end, than 919. mer. Length of folded end should be 
gested on page 36, Skive toa "feather" bout double that for the ordinary 
edge bbockle/loop end. 


Site be 


Cumin 5 10S 


‘Turn project over. Stab first 

two holes. Cros threads, as 
0, ne needle 

Sew up to last whee! mark shown, and insert of 

pull stitch tight. Stab last through each hae. 

Nake 2 loop. Gouge the sewing hots, bring ead (fom bas 

channels: wheel, Insert foop to side) throu 


halfway of strap. Tack in piace, shown above, 
See page 36... . follow proce 
‘dares outlined, 


Ft 


Meisen loop an adjacent re. Run 
rep through loop and pull up ug 
Eei'photes shove: Ge re sived end 


Boer mone 
yogis, tetra Sgvaerad She Then 
Geikomenis Sette ™ 

st Soars 


stove voor) SEWING THE BLOCK LOOP 


los Jon used when You want the 
Treg ise tay encoued, when tucked 
tite trap come rom opposite cretane 
fe ioe tap con une» buckle 
sein tte end of tha rap, When bucked 
Soin bie woatd inane enlome whi 
Para le these loos are usa In some 
Seer and Nrnes war 


For instructional purposes, wa will make a one inch 
Wide trap. CuL-the block Toop about 4" long, from 
4/5 02. cowhide. Cut ihe front stap from 6 07 
‘caw lining strap ror 42. cowhide, 


SKIVE BuELE roLD 


suive ting “Mon sear ZeOWT SIRAP— Gian, 


sree ay aes 
ce ae 
/ = 
TO DETERMINE WIDTH OF Srna, jonny Emcere SeNP, pee / 
Lair tena 
Fok deta toNlcxatee sec QD rrpa saps a insted on pm 26 dye mt 
ol ghdbeerastemenogs er ah "gat Sono ats Pe es 
(ire TRS CREE SI ‘cement together... up to block toop, 
Ke ant turein onde of tock: loo. Fi 
tition baton he aoe Pah 


bottom edge to Y width of strap. Nfark a 
‘guide line on loop, if necessary. Tack in 
place, jn sewing channel, Cement remain: 
er of straps together . - on flesh sides, 
Use rubber cement. 


SF 


seers Pas nig hr ad a 
net @ Gases aimtae let 

Poe ape 
os 


Fannoves) 


You vil needs meta lop tick 
longo of 178" sap ron a 
ve at shown below This will be used 
in'sep 5. 


SEWING THE BLOCK Loop— Continued 


Se 


METAL Loo stick 
"GR Stmnr mone 


Remove metal from Joop. Insert a 
leather inside loop. Keep to lower side of loop, as shown. This 
Keeps loop open when clamped in stitching horse. Sew up to 
Toop .... then angle aw! in loop, as shown. Follow steps 78 on 


page 38. 


Now 
loop = 


The awl 


Push front side needle through stab 
bad hole in step 7. Pull thread up 

Both needles and threads 
should be on back side. Try 10 
maintain uniform. appearing 
Stitches on the backside. 


angles: 


through fant of block 
sketeh above and at right. 


through ta come out in 
Test Nole stabbed -— step 
7. Some practice may De 
pecessary 10 obtain correct 


‘Spread straps and push other side of lock 
idop down between lesthers. Push all the 
way down to ather edge of loop. Moisten 
the block loop «i will be easter to push 
into place, 


‘Side metal loop stick inside block toop, 
‘a shown, Be sure leather loop is held in 
lace, Tack in the sewing channel, Tacke 
Eine on metal 


“oP EDGE VIEW 


BLOCK Looe 


Now .. continue angling sites through open 
fend of Block loop until You reach the extreme 
ile, as sbove, Remove tacks as you go. Point 
Gt awl should exit im enanre) on backside with 
fach mitch, Do not pur needie (from backside) 
‘rough this lst extreme angled hole 


oe. 2 
i 
1 a Es 


fae ac paar 


stab_3 hole 
‘lustated._ in 


must angie 


SEWING THE BLOCK LOOP — Continued 


Tor EDGE View 
[rence veny Y 
Itt YT fhe 


® 


mart awit in same Nole in block loop front and 
argo over FOr ext SIC 


Continue sewing in the usual manner. Needles 
4nd threads enit-and enter the hole in the 
front of the block loop. 


TOP EDGE VIEW 
vate 


b Sa 


® 


Continut sewing ... angling each stitch 
‘rough hole in loop until you reach 
erireme angle sbowe 


emst Mowe 
me Bueee igor 
ter S. 


le 


00 aniem 


SEWING WELTS 


Welts are used where two pieces 
‘of material join. This strengthens 
‘the wears and adds to the general 
‘pleasing appearance. When the 
shape of an object cannot be 
covered with ane piece of leather. 
it_must be split, or made of 
‘evra parts, This is where welts 
ae used. “Two examplen ate 
shown with photos at lett and 
‘ight, Bath were zewn by hand. 


BOAT SEAT: This project was made 


a Ure ho em Saat eoats cout note incemy 
FL crassa tor weve 
Ses sparta bow eVox Sores nou wlitng: tre 


‘welt is used to join the lesthers. 


er MAKING THE WELT 


Srucine WALTE... PAGE 46 


Welts can be made from most any 
flexible material. Garment type leath- 
‘ers make good welts... ..can be used 
In vests, jackets, ec. For heavy weight 
leathers... . welts are generally cut 
from lighter material. Example: welts 
(for saddle shown) were. made from 
4/5 o2. latigo lace leather, Welts can 
also be made of single-ply leather (see 
age 46). 


the welt is determined by the materials to be sewn, 
Welts can be from %5" to 1" wide. Cement flesh side... . fold and 
‘adhere as shown above. Make welts full length of seams to be sewn, 
‘can be trimmed Iter 


eigee SipEs 


Mark a guide line (on flesh side) all around 
‘edges 10 be sewn, See below for correct 
distance. 


in 

Measure rubber... and eut out covering > 

trail Allow icra materat tor EB E: 

Sey sit Pwo Sui ne oud fe wh led at, am 

foe tie um soeaen a tel tae re ea ice wildy 
covert a betcha toa ast MES om de. Wet fits between materia shown 


above, 


SEWING WELTS — Continued 


<a @ 


fae ort In schiog Winn sl sin ic comp. elon 
tse an se, emevs rey silty hss anim St soos Re 
ts min Beare eal ad Usa wy ur hi J PO ra, ut 
awl exits in guideline on Trim close to stitches, Continuously check cncchligt gp nig _ 

back side that adoro not eut ite the wits. hammer. Da. not “pound” the 


welts stitches might break, 


SPLICING WELTS. 
Tes Bes 


=] weirs cans Ge mane oF siete Puy 
‘sve Come FROM hoe TO Rex THICK, 
Wo, We Bowe, geri cence 

Yo Peciived 


Slipcover over rubber padding 
fand baw board. Turn over 
Som See Suv aioe Lees eaaed TRAD KS Wet. Foun seeony ED ei Melb ue ue ese 


en Paouer 19 


alriovenear nesuy set ‘ite tn Eaeish EBS TOK 


dnd tack or sere in place, SKUE ENTS Tose eR 
a 


"TAF JON WITH Mammen WE ENGLISH EDGE TOOLS Have 
ROUNDED CrameseRSS ANE, 
“ 


SEWING THE 
BASEBALL STITCH 


This stiteh is used for joining two o 
‘ore pieces of shearling together 
' sometimes used when shearing 
ot latye enough 10 line a saddle 
SKIP Ibis used hore to make the pil 
lows shown. This sliows one to ise 
Lup od pieces of shearting for various 
Projects. These pillows were mide 
from %" shearting, 


This pillow was made with white 
Shourling, The brand was of cream 
‘colored thearling inset and sewn: 
with baseball stitch 


Make a paper pat USE m SHARP waite. 
wn ot correct Da wor edrouty THRU THE SKIN. 


USE SHEARS, -——~| 
FOR CUTTING! 
Bo BY 


Qo ==’ 


Select pieces of shaarling large enough for puttern, Op. or cut with shears 96 they cut the Woo! fiber 

Note .-. the areas to be joined must parallel each making seams easily detectable. By cutting only twough th 

‘other, indicated by arrows, on broken lines. shin, with Knife, the wool fibers are not cut. Fibers pu 
‘apan, and blend wnto fibers of adjoining pieces when sew 
Together. 


core 


‘Snug pieces together, Place pattern in position and 


Atter making parallel cuts ... fit pleces together ‘seams, ut pattern edge, as indi 


‘and check for any trimming required. Be sure You mark the shine at 
‘havo enough area for the pattern. cated above. 


a 


SEWING THE BASEBALL STITCH — Continued 


= perven wonie 
GLOVER'S Seite 
=e See a ees 


veins i) 


SeanPe ADE 
rd 


The dlover's needle is used for sewing the baseball 
stiteh, Moke a single thread .. preparing only one end 
for the needle, Tie a tnat in the other end. Wax the 
throad and put on need as previously instructed, © 


Begin sewing pieces A and B together, Begin about 
"4" in from pattern mark and Yin from edge, 


Push noxdie down through 
akin ACK" from edge) 
‘and back vp over edge of 
plece 


gst ast SoCal arias 
SNGMo lc Heal Ful stack tof ead ul down 
Sioteeg Mw? =< t0 come out on top ot YO Knot. Keep pieces A and Bin 
cee Bie Hie ee 


Puth needle down through skin of 

‘uh skin of pice Band 
‘yp over piece A as shown aboy 
lidor theend, or shone Bene tooo 


» sggtt how. CAUTION: some 
fear. Experience will teach you 


ou 


SEWING THE BASEBALL STITCH — Continued 


Push needte down through piece A, about 1" Prades ens cack Since B a oem oak 
from edge, and 'S" from knot .-. and back up pope pharepicd gd pe bey 
{rn eit lag TS © shown. Be wire {0 go under thtead. Pull stitch 


Continue sewing in this manner... down to Punt needle down through corner of piece B ,.. back 
fend of piece B, Space stitches about 6” apart ‘upover piece A, as shown. Pull stitch snug, 
‘and %" from edges. 


Fit piece Cin position. Push needle. down Push needle down through corner of piece C ... un 


through piece A .. .up aver piece C. Pull stitch, ‘over piece A, 


SEWING THE 


Continue sewing 10 within %" of marks on 
pieces A and ©, Tie knat .. cut off thee 


Place pattern In position and draw around 
with penci 


Ta determine lenath ot side piece 
‘measure around cover, Allow "extra 
Jength for seams. ("on each ends) 


The side pace may 

Iwaplecer Sp Fhe projet usrated, was rade 9 

i ian a Ag wae ut "wit ozo 
for etre 


BASEBALL STITCH — Continued 


1 


Tie knot in end of thread and sew pieces B and C 


together, Tie knot . . . cut off thread. Sewing is 
complete. 


‘Trim off excess shearling with a sharp knife, Make two 
‘covers of this size. 


lave to be made in two pieces... for 3 


used. Allow 1" at wach end 


preg, S15 
Pace Down 


SEWING THROUGH THE SHEARLING 


<8 


SKM ETON EP 

app Rumpes cemenr 

Yo tpaes oF SIPPER anip ro 
@ SWIM WHERE EDGES Wh ADNERE, b 
‘Next. install a heavy duty zipper in center of one of the side 


pce. For darter cover tea 1201 1" per, Cone 
piccrjonm to gkin sie, Do not apply cement in aren were pnt zs 

‘wil pass along zipper. Use a nonlocking type zipper side, gat, 0 utchind horas ond sew ong the 
‘not cut opening in shearling yetl Lea 


SEWING THROUGH THE WOOL =. PREPARING THE TREAD 
Sreciat Nore: 


‘You cannot sew through the wool without 
special preparation of the thread 35 the 
‘Woo! fibers will “grab” the thread . and 
pull it into the aw! hole, virtually tocking 
the stitch, To avercome this, make a thread 
In the usual manner. Wax with bees wax 
Now, tear a piece from a paper bag. 


ub vigorously back-and-forth over the thread. 
This hardens and burnishes the wax . .. and the 
Ahveads wil easly pass through the holes 


Chip. ‘snacen FEELS 
Rub waters neeDLe HOLE NS 
Re is WITHDRAWN, 


“nw on wewoun 
Coun ranouai 


‘Some practice will be necestary to become 
provicient. This practice will benefit your 

Sewing.» as You should seldom 
the back sida, while sewing 


withdeav, 


a 


—— 
omic aie THE PILLOW pce stor 


‘Take @ sharp knife and cut a single si, through the 
With zinper sewn in place... grasp bottom of wool skin, the full length of the zipper, No more 
2lpper ste with pliers and pul zipper open. Cutting i hecessary. 


‘swore veers eo Sime 


nude 
@ THES hetes sna" cone 


Make the welts for the covers (two required). Cut 1 
wide and about an jnch longer than measurement. Skive 


‘one ond. Fold and cement... except for about 1” 3 Ende oF 
shown above, The welts fr this project were made from West Wine” 
‘ream cowhide. Make wo shart welts for end pieces eno / wpe SIDES 


@ weer 


Fit ends of side pieces and welt together, as shown 
‘above, Tack in place, Try to keep all edges flush, 


Sew across end. Sew to within Ye" 
of each side. Before sewing other 

fends together... fit araund cover 

To check measurements, Sew welt 

in other ends of side pieces, ‘Sides... ready to install. 


With scissors, trim off fringe of 
Woo! around outside edges of the 
covers. 


COMPLETING THE PILLOW — Continued 


woe, si0e8 au, 
a ne 


@ first tack about 14" 


as shown above 
with welt in between, Space tacks about 1" 
apart 


When you come to the side welts To complete, trim end of wett, allow 
spread ends and farceabend in. ing 's" overlap, Insert n open end of 

him. Tack securely. Sew over welt; complets tacking 

‘these welted ands. 


REVERSED PAPER PRTTERN 


rRneINe. 
ASVERSED 


“and tury 
eoming out 
the zipper opening. Insert foam pad= 

12 pillow case through zipper 
opening. 


‘The woo! side of the cover is 
place with left hand». a8 you tack. 


fay (rom open end of wel. 
i. Mold all parts fiemly in 


Sew completely around the 
cover... pulling tacks as you 
go. If the project will not fit in 
Stitching horse, hold between 
legs, Fit other cover to sides 
[wool inside) tack and sew as 
with frst cover. 


cover. 


sym see NOTE? 


When Insetting initials or 
brands... make a pattern 
and trace it in reverse to the 
‘skin side of shearing, Trace 
in revecse, also, to contrast: 
‘ng ealored shearling. Sew in 
with baseball stiteh 


THE HIDDEN STITCH 


; ee 
Te ie ih re, 2 nig te ut ove 
is eee mera anes 
se Sn eno 
Aste of Teather... the stitches on the back side are "hidden 


ass ie isis ta oe oR ALE 
Pik seems nt 4 era ea os ink 


ince 
Ao ps Ne sie a 
Se a i Sow rn satin 
ove ae seeing, 
wares cen wm 0 2 an 
cL an a 
Xa sen we 5 se 
ee 
tenner, Roce erm 
sas 


ree, 
Teter, 


ee cai at rp of tha 
5 idea ot oer Sate ot 
betfotnd wtt ather ca? ann aor to desrmne Row Cu ng of binding ether (7 oe) 
sr wide to cut the binding feather, to width. daterninad te eee 

_ Jong enaugh to fully cover fram one side 
ot the project to the other Prepare the 
feather ar intructed so 


Cut the binding leather from 6/7 Ba 


Roo 


oD hore 


WoLD LEATHER 

Down Fiamey 
WITH THE, 

LEFT HAND 


sewing 
Rane 


Whee rman 7 
WS Achuce agnus 
Shee or wenca” 


Place binding feather tush with edge af bench, 
Une the round kite (or other sharp knife ned 
ut an angled sit into the binding lentes) tnd 
the guide line. 


inger against the edge of 
a, CHINO the leather about 

}e 1/16" guide line. Practi 
leather first, 


SEWING THE HIDDEN STITCH 


EGE AD BuRMisH 


Sai eee 


‘Thoroughly soak the binding leather. Wrap in plastic bog 

right 16 "case" (soften) the lester. Next day remove 
come nen lather te sbout bat dried out rane 
‘verstitch weet in the sewing channel, 


fal a 


While teathor stil moist. stretch aver cantle 
Jeathers, as shown. Secure fist end with tack, pull over 
ceantle feathers. tuck under “eat” and secure other 
fend with tock. 


‘Tack binding in place all around - 
ling channel, Use fingers to shape lea 
back side of cantie, 


‘Use the spoon of your modeling toot to spread the sit 


Mak . ye usual manner. Some practice will 
iienicla eect ecard, Man Tier 
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‘comes out in the sit. sient es 


SEWING ROUNDS 


“ROUNDS” are used for handles, headstalis, 
reins, or other items where 2 trim, round appear 
‘ance i desirad, This method « used on bridles 
‘ahere silver forrules ate added for showy effect. 


The hidden stitch is used... 3s previously des 
cribed, However, itis used on both edges of the 
leather, where sewn, 


‘Space denies us patterns for bridles, ete. Our 

‘Burpose here is t0 show you how 10 do it, Pat 

tern dimensions, etc, can be obtained. from 

‘ther sources, oF by measuring sn old head -stal, 

handle, ete, Handles here are shown with 
the "round" sewing. 
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CHEEK PIECE FoR HEADSTALL. 


Scribe guide tine on 
To maki heads... cut a sr guide fine on both edges (af section to 
alo ra t0 thet proper ound) and cut an angled sit (n oa 
tolbrroundeg. N** (" *eteh above ingkcate wrens fOr the hidden stnch ew oa, gene” SaRe == MEME 
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SEWING ROUNDS — 


To aid in sewing rounds, cut 
two pieces of plywood 35 
shown at left. Tack, or gue 
pieces of leather to ther, a5 
shown, at upper edge. Tack 
‘these ‘to the jaws of your 
stitching horse as Illustrated at 
right, 
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ShowiniG now mui eHow 
Come our'mr stirs Be 
Stee To KEEP SLITTED 
LERTHGRS OPEN; BOTH SIDES 


Place work in stitching horse, Open slits between modified jaws 
Space stitches by eye; do not “wheel”. Stab awl at bate of sit 
awl should exit in opposite slit in the same manner, Keep slits 
‘opened, between the modified jaws. 


Note: Stitches should not go over end of filler, Back: 
Sitch one hole and cut off threads. Use modeling 
Spoon {9 lay the sltted leather bick down... over 
Hitches. 


When you have sewn to the end of the mci jaws 
“take modieing spoon and close lis, ver teh 
Eien’ ftw cs move protect over came 
ead slits open with the modeling spoon (between 
‘modified jaws) on both sides. Continue sewing in the 


HIS Repeats un you fave sewn othe ed of eter apis an 
‘ feather moist with a damp sponge, 


G Jockin stitching os im off exces found the eds with 2 rae adae 
snp project in stitching horse and ound 
filler with a sharp Kr 


Put locking pin in place ... and pull back 
-and-forth on the strap. Move round down to 
smaller hole ‘and work 
bhack-and-forth. Work into smallest hole it 
will go, to make a perfect round, 


‘Moisten the leather and place into “rounder”, Pace 
in larger tle, to start, than will be finished size of 
the round, 
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“MAKING” A THREAD 


Hand-made threads are used when ready 
‘heads are unava OF when special 
threads are desired, Heavy threads can be 
made that have tremendous strength and dur 
‘ability .. as for archery bow strings, ete 


‘The illustration at right shows a h 
cord) thread for quilting the pid 
de seat. It was made from sever 
oe, PURE PLM the 2 02. pure flax shoe thaod 
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READ — Continued 
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With fibers untwisted .  . continue to 
hold down with the right hand {oe 
fea) and begin pulling outward wen 
the left hand. Notice how the fiver, 
dre pulling apart, note theead betwees 
index and second finger. This will be 
the second end. of the first thr 
indicated by (2), ad 


“MAKING A TH 
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Here... you will notice that contin: 
ved tension and pull with the left 
hand has the fibers almost pulled 
apart. Continue to hold the thread 
down on fe with the right hand. 
Moistening palm of right hand will aid 
in rolling the thread. 


(5) 


Here... photo shows the threads 
pulled apart .., with perfectly 
Tapered ends. You now have one 
thread . .. end (1) is between thumb: 
Index finger. End (2) is between indox 
‘and nd finger. End (3)... . beginning 
of next thread... is at right hand. 
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“MAKING” A THREAD — Continued 
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(ow ... pull out next length of thread 
same 35 in step 1, page 89, Be sure 19 keep the 
theead ends in ‘lefe nena fingers ay shown 
above, and at left. Again roll thread on leg 
and pull apart as in saps 23-45. . 


Place end (3) slong with end (1) 35 shown 
above. 
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fend (2) between index and second finger 
Place end (5) between thumb; index finger 
{shown abovel. 
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Gather threads alleen no. ends together al odd no, ends 

ouether Place cartor sf sends over oak and hold with eft seer wen 
i, a5 shown. Twist threads together by rolling over lea LOOSEN FINGERGRIP 
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‘A few showmaker's supply houses may still 
brown), The hand wax must be used to stl 
Ane fe warmed in the hand and fingers and rub 
ako on tho bristle 
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TIPS AND SUGGESTIONS 


" By going bick through the same holes, in the opp. 

‘lass firmly, 3s shown, use short quick strokes. ‘site direction, you have the same stitch asf you had 
sed 210 needles. 
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CONCEALED APPLIQUE STITCH 


ile features embossed Arabia 

rigs mate el ate eA tng 

eas 2 eid kid back@yound wth 9 

semrique atch, circles were Cut out of the skirting (sag) 

aopaue ech acted as a frame for the horea heads Tn, 
et aade were recessed within the circles, offering then, 
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Shaded area is the leather plug 
- for embossing the horse head, 
Wiseut undersize, 


‘This is the tracing pattern 
Yor the carving design 
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all of the stab holes, in 
plea, from step 4. Leave about 3" to 4” of Prepare te earvi 
fends on all of the threads. Pull the threads 


urs forthe fag. Gemini the plugin place. Keep threads out 


‘Tum feather over: cement fleth side to caraboxrd 
with ubbor cement. Bevel, stamp, end model 


Head over plugl Wien dry, remone from cw 
board, Coral eat out be 


nd donot cat NOW . -- pUE threads down through ote, in background! 
Uhrsads! Dye as desired, and apply leather finish, Teather. punched with awl in step 4, Pull threads up tight 
and tie 
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Cament head and background xo lining. Cement 

skirting leather cut-out in place: sew oF lace 

through all leathers. Photo st left shows head 
acting. z 


How TO MAKE THE ALS! 
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RIGHT SIDE 


Thin stitching Norse was designed for the home erafts 
rman. I (5 901 at complicpted to build as the regular 
‘itching horse, yor Will do the samd job, It ean be 
trace by the average Nandyman in his home shop, in & 
rw evenings It requires ite wace for sorage. Being 
Used On & chai, it has the added comfort of the back 
fst, TU makes swing (or lacing est ting tor trove 
‘Unaceustomed to Tong hours of hand! sewing 


‘The jaws. and weat, of the one shown, ware rade of 
particle bourd, It m quite aaisiactory. Mowever, our 
Instructions recommend making these pats out of i 
plywood. Plywood has much more strange and wil 
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jor many years of service 


Study all of the pages and plans before beginning t0 
make this project. All of the materials are readily 
‘mailable trom your hardware and lumber sources 
Atter completion, all parts should be 

‘anded. The project can be stained or varnished, it 
Sesied, for longer serviceability ond pleasing apes 
nce. i any measurements are In doubt, the plant 
awe in scale" equals 1". Carefully study the lis 
and instructions, and no difficulty should be encoun, 
fred in, constrdeting the Al Stoblman "“QUARTE 

HORSE” Stitching Pony, 
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